IN THE SPECIFICATION: 

On page 1 , please delete the title and insert the following in its stead: 
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-POLYCARBONATE MOLDING COMPOUNDS WITH GOOD DEMOLDING 
PROPERTIES AND MOLDED BODIES AND SEMIFINISHED 
PRODUCTS PRODUCED FROM THE SAME-. 


Please add new page 18, a page containing an abstract that reads as follows: 



-POLYCARBONATE MOLDING COMPOUNDS WITH GOOD DEMOLDING 
PROPERTIES AND MOLDED BODIED AND SEMIFINISHED 
PRODUCTS PRODUCED FROM THE SAME 


ABSTRACT OF THE DISCLOSURE 


A thermoplastic molding composition comprising polycarbonate resin having 
improved mold release properties is disclosed. The composition contain 
polycarbonate resin and 0.005 to 5.0 % relative to the weight of the composition of at 
least one hydrocarbon in the form of C15-6oo-nriethyl-branched alkane. The 
hydrocarbon is characterized in that the weight proportion of its branches is 5 to 30 
percent relative to the weight of carbons in the alkane chain.- 


IN THE CLAIMS: 


Please amend Claims 2 through 10 as follows: 


(Amended) Polycarbonate moulding compositions according to 
Claim 1, characterised in that they contain 0.01 to 2.0 wt.% of hydrocarbons. 


7. (Amended) Polycarbonate moulding compositions according to 
Claim 1 characterised in that they optionally alsojcontain other additives-- — 
conventionally used in polycarbonate, such as e.g. freMf"slabilisers, UV/IR stabilisers, 
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other release agents, flame retard^nts, antidripping agents, lubricants, flo w } ) 

promoters, fillers, colorants such/as pigments or cqJpurGoncentrates, glass fibres, 
fillers and blend components EPDM or polyesters based on 

terephthalic acid and diols. 
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